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, . The present invention provides a barrier laminate (10) having a barrier layer (12) and a lofty crimpcd-fibcr nonwoven web layer 
(14), which laminate provides a foam-like resiliency, cloth-like texture and liquid barrier property. The barrier layer of the laminate is 
selected from films, microfibcr nonwoven webs and laminates thereof, and the crimpcd-fibcr web layer, which contains a strucniral fiber 
component and a heat-aciivatable adhesive component, has substantially uniformly distributed interfibcr tx>nds. Additionally provided are 
thermoformcd articles (22) from the laminate and a thcrmoforming process for producing ihc articles. 
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THERMOFORMABLE BARRIER NONWOVEN IiAMIKATE 

5 BACKGROUND OF THE INVENTION 

Tlie present invention is related to a thermof ormable 
nonwoven laminate of a nonwoven web layer and a barrier 
layer, which has cloth-like appearance and texture as well 
as high resiliency* 

10 Absorbent personal-care articles such as sanitary 

napkins, disposable diapers, incontinent-care pads and the 
like are being used widely, and much effort has been made 
to improve efficiencies and functionalities of these 
articles. Thick, flat personal-care articles of the past 

15 design that, do not fit the shape of the humam body and do 
not conform to the movements of the user are largely 
replaced by resiliently conforming three-dimensional, body- 
shaped articles. 

The outer-cover of these shaped personal-care articles 

20 needs to- prevent collected liquid in the aurticle from 
permeating to the outside, and in addition. It needs to be 
flexibly conformable to the movements of the user. 
; Consequently, the covers are typically produced from a 
flexible and liquid impermeable material, e.g., a flexible 

25 theirmoplastic film. in general, these flexible cover 
materials aore formed into three— dimensional articles by 
gathering portions of the flexible . material to form a 
-basin-like or an hour glass-like shape that conforms to the 
body contour of the user. Suggestions have been made in 

30 the art that improved variants of the outer-cover can be 
produced from a l€aainate of a thin film and a thin nonwoven 
web to add desirable textural properties to the cover. 
For exeuaple, U.S. Pat. No. 4,701,177 discloses a feminin^ 
pad having a 'laminate outer-cover of a film - and a nonwoven 

35 web. ThjB shape of the gathered basin typically is retained 
by attaching elastic strips to hold the gathers in position 
and to provide a limited resiliency to the shaped article. 
However, the articles produced from the film and film 
laminate may not be highly suitable for certain 
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applications where the articles need, to" provide a high 
degree of resiliency since the film or film laminate does 
not have high physical strength and the elastic strips only 
provide a limited resiliency and conf ormability to the 
5 movements of the user. 

Alternatively, the outer-cover of shaped personal-care 
articles is produced from a flexible polyurethane or 
polyethylene foam sheet, which provides desirable 
resiliency and liquid-barrier properties. A foam sheet is 
10 molded or thermoformed into a self-supporting basin, 
eliminating the use of the elastic strips and providing 
improved resiliency and conf ormability . These -thermoformed 
resilient eorticles tend to conf orm to the user's movements 
and retain their, original shape after the articles are 
15 subjected to deforming pressures, improving efficacy and 
functionality of the articles. However, the articles 
thermoformed from these foam sheets are often characterized 
as having a rubbery or plastic- like texture. 

There still is a need for thermof ormable structures and 
20 thermof oirmed articles therefrom that exhibit a foaun-like 
resiliency and a cloth-like texture. In addition, there is 
a need for a thermof orming process that thermof orms the 
thermof ormjable structures without appreciably diminishing 
the desirable resiliency emd sxirface properties of the 
25 structures. 

SUMMARY OF THE INVENTION 

~ The present invention provides a barrier laminate 
having a barrier layer and a lofty crimped-fiber nbnwoven 

30 web layer, which laminate provides a foam- like resiliency, 
cloth-like texture and liquid barrier property. The 
barrier layer of the laminate is selected from films, 
microfiber nonwoven webs and leuninates thereof, and the 
crimped-fiber web layer, which contains a structtiral fiber 

35 component and an heat-act ivatable adhesive component, has 
substantially uniformly distributed interfiber bonds. 
Additionally provided are three-dimensional 


wo 96/07376 ' PCTAJS95/09499 

* V* • 

thermofonncd article that exhibits a foam-like resiliency, 
cloth^like texture andi liquid barrier property, and is 
thermof ormed from the barrier laminate; and a process for 
thermof orming the laminate , which contains the steps of 
5 heating the laminate to melt the adhesive component of the 
nonwoven fiber web and to make the nonwoven fiber web 
pliable without melting said structural fiber component, 
shaping the pliable web on a mold by lightly applying a 
guiding pressure, and cooling the shaped leoninate to 
10 solidify the melted adhesive component and to form 
interfiber bonds, wherein the thermof ormed article has a 
density-over-area ratio between about 1 and about 2.5^ The 
present invention also provides a personal care article 
containing a thermof ormed liquid-barrier shell, a liquid- 
15 absorbent core and a liquid-permeable liner, wherein the 
shell is thermof ormed from the barrier laminate. 

The present barrier laminate can be thermof ormed to 
provide resilient, cloth-like three-dimensional articles, 
for example, persona 1-C2a:e articles, automotive interior 
20 parts, cloth linings and the like. ' , 

BRIEF DESCRIPTION OF THE DRAWINGS 

Figure 1 illustrates an exemplary barrier laminate of 
the present invention. 
25 Figure 2 illustrates a sanitary pad containing a 

thermof ormed article of the presient invention. 

Figure 3 illustrates a mold unit that is suitable for 
thermof orming the barrier Iciminate. 

30 DETAILED DESCRIPTION OF THE INVENTION 

There is provided in accordance with the present 
invention a thermof ormable liquid-barrier launinate having 
a cloth-like texture and a foam-like resiliency. 
Additionally provided are thermof ormed articles, made from 

35 the laminate. As illustrated in Figure 1, the • liquid- 
barrier laminate 10 has a liquid-barrier lay^r 12 and a 
lofty nonwoven fiber web layer 14 which has substantially 
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uniformly distributed interf iber bonds • throughout. The • 
lofty nonwoven laminate is highly suitable for producing 
thermofomned articles having a cloth-like texture and a 
foam-like compression resiliency. The term "foam-like" as 
used herein indicates flexible foam- like, such as flexible 
polyurethahe foam-like, . properties which can be 
characterized as resiliently reversible def ormability and 
limited resistance to an applied load. Illustrative 
thermoformed articles that can be produced from the 
laminate include thermof onned personal-care articles and 
components thereof, such as body-conforming sanitary napkin 
shells, shape-retaininig diaper components, incontinent care 
product components and the like. 

For illustration purposes, the present invention is 
described hereinafter in reference to a shaped sanitary 
pad. The term "sanitary pad" as used herein indicates a 
menstrual or an incontinence pad . As illustrated in Figure 
2, a thermoformed hourglass shaped sanitary pad 20 has a 
liquid-barrier outer shell 22, an absorbent core 24 and a 
liquid-permeable liner 26. The pad is also provided with 
a strip of a pressxire sensitive adhesive 27 and a removable 
peel strip 28 covering the adhesive strip. The peel strip 
28 may be removed to expose the adhesive for attachment to 

an /undergarment:. 

The outer shell 22 is thermoformed from a liquid- 
barrier laminate of the present invention into a body- 
conforming basin with its nonwoven layer exposed to the 
^outside such that the user's skin contacts the nonwoven 
surface. The nonwoven layer of the outer shell 22 provides 
a soft, cloth-like texture to promote the comfort of the 
user while the liquid-barrier layer prevents absorbed 
liquids from permeating to the nonwoven side of the shell 
22. The liquid-permeable liner 26, which covers the 
opening of the shell 22 and retains the absorbent core 24 
in the shell 22, is sealed to the shell 22, for example, 
adhesively, thermally, or ultrasonically . The absorbent 
core 24 may be any absorbent material that will absorb 
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bodily exudates , siich as catamenial fluids and urine. 
Suitable absorbent materials include wood pulp fluff, rayon 
fiber fluff, cotton, multi-layered cellulose wadding and 
combinations thereof. The absorbent core may also contain 
5 a natural or synthetic superabsorbent material, e.g., 
polyacryleonides, polyarylic acids, metal salts of 
polyacrylic acid, polyacrylates , polymers and copolymers of 
vinyl sulfonic acid , polyacrylate grafted starches , 
polyvinyl ethers, polyvinylpyrrolidone, sulfonated 
10 polystyrene polysulf oethyl aery late, and the like. 
Particularly suitable absorbent cores and their structures 
are disclosed in U.S. Pat. No. 5,147,343 to Kellenberger , 
which is herein incorporated by reference. Additionally, 
the absorbent core may be a coformed absorbent material. 
15 A coformed material is described in U.S. Pat. No. 
4,100,324, which is herein incorporated by reference. This 
absorbent material" has a fabric-like finish and is made up 
of . an air-formed matrix of thermoplastic fibers, 
particularly meltblown fibers, with absorbent pulp fibers 
20 dispersed throughout the matrix. . 

The liquid-permeable liner 26 may be , any suiteible 
liquid-permeable material that allows rapid movement of 
liquid away from its source to the absorbent core 24. 
Typical of such materials are nonwoven webs, perforated 
25 films and composites of these materials. Particularly 
suitable. liquid-permecible liners eure disclosed in U.S. Pat. 
No. 4/397,644 to Matthews et al. 

— As. stated aibove, the outer shell 22 is thermoformed 
from a leuainate of a lofty nonwoven web layer and a liquid- 

30 baarxier layer. The nonwoven web layer of the thermoformed 
articles of the present invention is thermoformed in such 
a way, as further discussed below, to avoid significant 
compaction of the lofty structure of the nonwoven layer arid 
to avoid damaging the liquid-barrier layer. The 

35 combination of the lofty structure and the uniformly 
distributed interf iber bonds of the nonwoven layer provides 
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physical strength and resiliency as well as cloth-like, 
soft textural properties to the thermof ormed article. 

The cloth-like, soft textural properties of the 
thermof onaed shell 22 is highly significant for the comfort 
5 of the user- The wall of the shell generally extends up 
into . the crease between the legs and the pudendum of the 
user, arid therefore, the outer wall portions may come in 
contact with the legs of the user. Consequently , the outer 
wall portion should provide comfortable nonirritating 
10 textural properties. 

The liquid-barrier layer of the present invention is 
fabricated from a liquid-barrier material, such as a film 
or microf iber nonwoven web that provides a high liquid- 
barrier property. The term "liquid-barrier .layer" as used 
15 herein denotes a layer of a material that is either 
impervious to both liquid and gas, or relatively impervious 
to liquids and yet may be pervious, to air and/or liquid 
vapors, particularly to water vapor. The liquid-barrier 
layer may be characterized as having a hydrostatic head of 
20 at least about 50 cm, preferably at least about 70 cm, as 
measured in accordance with the standard hydrostatic 
pressure test AATCCTM No. 127-1977. 

Suitable materials for the liquid-barrier layer include 
thermoplastic films having a thickness between about 0.1 
25 mil and about 100 mil, desirably between about 0.5 mil and 
about 10 mil. Suitable films desirably are not highly 
oriented or do not contain high molecular stress in order 
- to prevent high shrinkages of the barrier layer during the 
thermof. orming process. Suitable films can , be, produced by 
30 any. known film forming process, e.g., an extrusion-casting, 
a melt-blowing or calendering process, and formed from any 
water- insoluble thermoplastic polymer that is known to form 
films, including/ but not limited to, polyolefins, e.g.; 
polyethylene, polypropylene, polybutylene and the like; 
35 polyamides, e.g., nylon 6, nylon 6/6, nylon 10, nylon 12 
and the like; polyesters, e.g., polyethylene terephthalate, 
polybutylene terephthalate and the like; polycarbonates; 
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• polystyrenes; thermoplastic elastomers, e.g., ethylenes- 
propylene rubbers, styrenic block copolymers and the like; 
vinyl polymers; polyurethane; acrylonitrile copolymers emd 
blends and copolymers thereof. Particuleirly suitable 
5 polymers for the present invention are polyolefins, 
including polyethylene, e.g., linear low density 
polyethylene, low density polyethylene, medium density 
polyethylene, high density polyethylene and blends thereof; 
polypropylene, e^g. , isotactic polyropylene, syndiotactic 
10 polypropylene, blends thereof, and blends of one or more of 
these polypropylencs smd atactic polypropylene; 
polybutylene; and copolymers as well as blends thereof. 
The polymer compositions forming the films may also contain 
additives for lowering the bonding temperature and for 
15 enhancing the abrasion resistance, strength, adhesiveness 
and softness of the films . 

Suitable liquid-barrier films may contain micro- 
perforations or pores that allov the films to breath, i.e., 
the films are permeeO^le to air and vapors but aore highly 
2Q resistant to permeation of liquids and paurticulates. Such 
breathability of the fluid barrier layer promotes the 
comfort of the user, especially when the thermoformed 
articles eore utilized in skin-contacting applications. 
Suitable microporous films Eire well known in the art and, 
25 for example, disclosed in U.S. Patent 4,347,844 to OhkJL et 
al. 

Additionally suitfidDle liqaid-barrier layer materials 
- are microfiber nonwoven webs having a high hydrostatic head 
value. Useful microfiber nonwoven webs include meltblown 

30 fiber webs having a high hydrostatic head value as 
specified above. The term •meltblown fibers" as used 
herein indicates fibers fomed by extruding a molten 
thermoplastic polymer through a plurality of fine, usually 
circular, die capilleories as nolten threads or filaonehts 

35 into converging high velocity gas streams which attenuate 
the filaments of molten thentoplastic polyaier to reduce 
their diameter. In general, meltblown fibers have an 
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• average fiber diameter of up to about 10- /im. After the 
fibers are formed and before the fibers eore fully 
' solidified, they are carried by the high velocity gas 
istream and deposited on a collecting surface to form a 
5 relatively compacted, autogenously bonded web of randomly 
disbursed meltblown fibers . 

The lofty ndnwoven web layer of the present invention 
that has substantially uniformly distributed interfiber 
bonds contains a structxiral fiber component and a heat- 
10' activatable adhesive component • The adhesive component nay 
be added as an external adhesive or may form a portion of 
the fibers of the nonwoven web, as further discussed below. 
Suitable fibers for the present invention are criiaped 
fibers including crimped homocomponent fibers (i.e., the 
15 fibers aore fabricated from a homogeneous polyner 
composition) and crimped multicoB5>onent conjugate fibers 
(i.e., the fibers contain at least two component polyner 
compositions which occupy distinct cross sections along 
sxibstemtially the entire length of the fibers). 
20 Particularly suitable eare crimped conjugate spunbond or 
staple fibers, a^nd most suitable conjugate fibers for the 
present nonwoven web eire bicomponent conjugate fibers. Of 
the suitable fibers, multicomponent conjugate fibers having 
component polymers that have different melting points are 
25 particuleorly desirable for the present invention in that no 
additional and extreineous adhesive co2i^>onent needs to be 
introduced to bond the nonwoven web, simplifying the 
- nonwoven web memuf actxiring process. 

The crimp level of the fibers may be changed to provide 
30 different properties to the web, . including different 
density, strength, softness and texture. In general, 
highly crimped fibers bonded in accordamce with the present 
invention provide a lofty, soft web. Suitaible fibers for 
the present nonwoven web have at least about 2 crimps per 
35 extended inch, desirably between about 2 and eQx>ut 50 
crimps per extended inch, more desired^ly between about 3 
and about 30 crimps per extended inch, as measured in 
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accordance with ASTM D-3937-82. Suitable spunbond fibers 
and staple fibers for the present invention have an average 
diameter from about 5 fim to about 100 /xm, preferably from 
about 10 ^rxi to about 50 ^m. 
5 The term "fibers" as used herein refers both to staple 

fibers and to filaanents, which are continuous fibers. The 
term "spunbond fibers" refers to fibers formed by extruding 
molten thermoplastic polymers as filaments from a plurality 
of relatively fine, usually circular, capillaries of a 
10 spinneret, and then rapidly drawing the extruded filaments 
by an eductive or other well-known drawing mechanism to 
impart molecular orientation and physical strength to the 
filciments- The drawn fibers are deposited onto a 
collecting surface in a highly random manner to f oirm a 
15 nonwoven web having essentially a xanif orm density , and then 
the nonwoven web is bonded to impenrt physical integrity and 
strength. The processes for producing sptinbond fibers and 
webs therefrom are disclosed, for example, in U.S. Patents 
4,340,563 to Appel et al. smd 3,692,618 to Dorschner et al. 
20 A particuleorly suitable conjugate spunbond fiber web 
production process is disclosed in commonly assigned U.S. 
Patent Application 08/933,444, filed August 21> 1993, which 
is published as European Patent Application 0 586 925. The 
term "staple fibers" refers to non-continuous fibers. 
25 Staple fibers eore produced with a conventiona;! fiber 
spinning process and then cut to a staple length, from 
a±>out 1 inch to about 8 inches. Such staple fibers are 
sxibsequently ceorded, wet-laid, or air-laid and then 
thermally bonded to form a nonwoven web. 
30 Suitable crimped monocomponent spunbond fibers cam be 

produced in accordance with any conventional spxinbond 
fiber-forming process provided that the process is modified 
to have an in-situ crimping step in the f iber-spiimin^ 
process. For example, during the fiber spinning process^ 
35 the spun fibers exiting the spinneret are asymmetrically 
cooled across the cross-section to generate a 
solidification gradient within the cross-section of the 


9 


fibers and thus to cause fibers to crimp, particularly in., 
the form of helical crimps. Analogously, multicomponent^ 
conjugate spunbond fibers can also be produced with the . 
above-described asymmetrical cooling process. 

Suitable crimped monocomponent staple fibers for the 
present invention can be produced from strands of 
continuous filaments which are spvm with any well known 
staple fiber spinning process and then crimped either with 
the above-described asymmetrical cooling process during the 
drawing and solidification step of the fileonent spinning 
process or with a known mechanical crimping process, e.g., 
a staffer box or gear crimping process, after the strands 
of filaments are fully formed but before the strands are 
cut to staple lengths. Suitable crimped multicomponent 
conjugate staple fibers can be formed with the processes 
described above for monocomponent staple fibers by 
'replacing its spinneret assembly with a conjugate fiber 
spinneret assembly, which is well known in the art and, for 
example, described in U.S. Patent . 3 ,730, 662 to Nunning. 
Spun multicomponent conjugate f ilEiments cem also be crimped 
by mechanically drawing the filaments before they are cut 
to a staple length. Suitable crimped multicomponent 
conjugate fibers are commercially available from, for 
exeonple, Chisso, Hoechst Celanese, Hercules and BASF. 

Alternatively, crimped conjugate fibers, including 
spunbond fibers and staple fibers, can be fabricated from 
two .or more component polymers that have different 
crystallization and/or solidification properties. Such 
conjugate fibers can be crimped d\iring the solidification 
stage of the fiber spinning process since the^e differences 
in the component polymers create crystallization and/or 
solidification gradients, and therefore densif ication 
gradients in the fibers, which spontaneously cause crimps^ 
Further, conjugate fibers containing component polymers v of 
different crystallization properties possess "latent 
crimpability" , which can be heat activated to impart 
crimps. The latent crimpability is imparted in the 
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conjugate fibers due to incomplete crystalliz3.tion of one 
or more of the slow crystallizing component polymers. When 
such conjugate fibers are heat treated to allow further 
crystallization of the slow crystallizing component 
5 polymers, the polymers fxirther dens if y and shrink. The 
shrinkage disparity among the component polymers of the 
conjugate fibers during the heat treatment causes the 
fibers to crimp. An exemplary process for producing highly 
suitable conjugate fibers having such latent crimpability 
10 and nonwoven webs made therefrom is disclosed in 
aforementioned U.S. Patent Application 08/933,444, filed 
August 21, 1993, which in its entirety is herein 
incorporated by reference. 

Crimps in conjugate fibers that have the latent 
15 crimpability can be imparted during or after the fiber 
spinning step, or after the fibers are laid to form a 
nonwoven web when fibers having the latent crimpability are 
employed. However, it is highly desirable to fully impart 
crimps in the fibers before they are laid or deposited to 
20 form a nonwoven web to ensure dimensional stability and 
uniformity of . the web since it is highly impractical to 
control the movement of the crimping fibers to protect 
against dimensional changes and to ensure the uniformity of 
the web, 

25 Suitable fibers of the present invention are xiniformly 

deposited onto a forming sxirface to form a loosely 
entangled nonwoven fiber web and then bonded to provide 
physical integrity and strength to the nonwoven web. As is 
known in the art, staple fibers are deposited on a forming 

30 surface with a conventional csirding process, e.g., a woolen 
or cotton carding process, wet-laid, or air-laid; and spun, 
drawn spunbond fibers are directly deposited onto a forming 
surface. The deposited fiber web in accordance with the 
present invention is bonded with a bonding process that 

35 does not appreciably or significantly compact the web and 
provides substantially uniform interf iber bonds throughout 
the web. As discussed above, the suitable nonwoven fiber 
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webs may contain an external heat-activatable adhesive j 
component, which may be in the form of a powder or liquid ,^ 
that is uniformly applied or sprayed, or of fibers that are 
intermixed with the web fibers. Adhesives particularly 
5 suitable for the present invention are conventional hot- 
melt adhesives, such as polyethylene-, polyamide-, 
polyester- and ethylene-vinyl acetate copolymer-based hot- 
melt adhesives, and the adhesives are selected to have a 
melting point below the melting point of the structural 
10 component of the nonwoven layer. 

AS a more desirable embodiment of the present 
invention, suitable nonwoven webs are produced from 
conjugate fibers containing component polymers that have 
different melting points such that the lower melting 
15 component polymer, the adhesive component, can be melted 
and thus rendered adhesive while allowing the higher 
melting component polymer, the structural component, to 
maintain the physical integrity and structure of the 
nonwoven web- The melted adhesive component polymer 
20 autogenously adheres to adjacent fibers, especially at the 
cross-over contact points, consequently, the, melting point 

difference between the adhesive component and the 
structural component is at least about. 5«C, desirably at 
least about -lO'C, more desirably at least about 25»C. In 
accordance' with the present invention, suitable conjugate 
fibers should have the adhesive component polymer at least 
partially exposed to the surface along substantially the 
entire length of the fibers. Particularly suitable 
conjugate fibers should have from about 20% to about 80%, 
preferably from about 40% to about 60%, by weight of the 
adhesive polymer. For the present invention, desirable 
configurations for the conjugate fibers include side-by- 
side configurations and sheath-core configurations, arid 
suitable sheath-core configurations include eccentric 
35 sheath-core and concentric sheath-core configurations. If 
a sheath-core configuration is employed, the adhesive 
polymer should form the sheath. 
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As .Stated above," the crimped- fiber nonwoveh web of the • 
present invention is bonded to have a lofty struetuxe that 
contains interfibeir bonds throughout the web. Bonding 
processes useful for the present invention should raise the 
5 temperature of the deposited nonwoven web to activate its 
adhesive component without applying significant compacting 
pressures on the web. The melted or activated adhesive 
component' polymer forms substantially uniform inter fiber 
bonds throughout the web, particularly at the fiber cross- 
10 over contact points, providing a lofty nonwoven web that is 
soft and yet strong and has a high level of resiliency. 
Unlike suitably bonded webs of the present invention that 
have substantially evenly distributed interfiber bonds, 
other conventional bonded nonwoven webs, for example, point 
15 bonded nonwoven webs, do not provide the necessary 
resiliency. Bonding processes particularly useful for the 
present invention include through-air bonding, hot-oven 
bonding and infrared-heater bonding processes; and more 
particularly useful bonding processes are through-air 
20 bonding processes. The duration and temperature of the 
bonding process can be varied to accommodate the 
temperattire and speed liiaitations of the selected bonding 
equipment. However, it is important that the cqmbination 
of duration ahd temperatvure of the bonding process is 
25 sufficiently long and high as to melt the adhesive 
component of the web but is not excessively long and high 
as to melt the structural component, preserving the 
physical and dimensional integrities and preventing 
shrinkage of the fiber webs. For example, when 

30 polypropylene and polyethylene are used as the component 
polymers for a conjugate-fiber nonwoven web and a through- 
air bonding process is used, the air flowing through the 
through-air bonder may have a temperature between about 
2iO»F and about 280»F at a velocity from about 100 to about 
35 500 feet per minute, and the dwell time of the web in the 
bonder is desirably less than about 6 seconds. 
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Monocomponent and conjugate fibers suitable for the 
present invention can be produced from a wide variety of 
thermoplastic polymers that are known to form fibers. 
Desirably, when conjugate fibers are utilized, the 
5 component polymers are selected in accordance with the 
above-described selection criteria including melting points 
and crystallization properties. Suitable polymers for the 
present invention include, . but are not limited to, 
polyplefins, e.g., polyethylene, polypropylene, 
10 polybutylene and the like; polyamides, e.g., nylon 6, nylon 
6/6, nylon lO, nylon 12 and the like; polyesters, e.g., 
polyethylene terephthalate, polybutylene terephthalate and 
the like; polycarbonates; polystyrenes; thermoplastic 
elastomers, e.g., ethylene-propylene rubbers, polyxir ethane, 
15 styrehic block copolymers, copolyester elastomers and 
polyamide elastomers and the like; f luoropolymers, e,.g,, 
polytetraf luoroethylene and polytrif luorochloroethylene; 
vinyl polymers, e.g., polyvinyl chloride; and blends and 
copolymers thereof . Particularly suitable polymers for the 
20 present invention eare polyolef ins, including polyethylene, 
e.g., linear low density polyethylene, low density 
polyethylene, medium density polyethylene, high density 
polyethylene and blends thereof; polypropylene; 
polybutylene; and copolymers as well as blends thereof . Of 
25 the suitable polymers, particularly suitable polymers for 
the high melting component of conjugate fibers include 
polypropylene, copolymers of polypropylene and ethylene and 
blends thereof, more particularly polypropylene, and 
particularly suitable polymers for the low melting 
30 component include polyethylenes, more particularly linear 
low density polyethylene, high density polyethylene and 
blends thereof. In addition, the polymer components may 
contain additives or thermoplastic elastomers for enhancing 
the crimpability and/ or lowering the bonding temperature of 
35 the fibers, and enhancing the abrasion resistance, strength 
and softness of the resulting webs. For example, the low 
melting polymer component may contain about 5 to about 20% 
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by, weight of a thermoplastic elastomer such as an ABA* 
block copolymer of styrene, ethylene-butylene and styrene. 
Such copolymers are commercially available and some of 
which are identified in U.S. Patent 4,663,2i20 to Wisheski 
5 et al. An example of highly suitable elastomer ic block . 
copolymers is KRATON G-2740. Another group of suitable 
additive polymers is ethylene alkyl acrylate copolymers, 
such as ethylene butyl acrylate, ethylene methyl acrylate 
and ethylene ethyl acrylate, and the suitable amount to 
10 produce the desired properties is from about 2 wt% to about 
50 wt%, based on the total weight of the low melting 
polymer component. Yet other suitable additive polymers 
include polybutylene copolymers and ethylene-propylene 
copolymers. 

15 Nonwoven webs suitable for the present invention 

typically have a density of about 0-01 to about 0.15 g/pm^, 
preferably about 0.02 .to about 0.1 g/cm^, more preferably 
about 0.03 to about 0.07 g/cm^, and a basis weight of about 
0.3 to about 20 oz. per square yard (osy) , preferably about 

20 0.5 to about 15 osy, more preferably about 0.75 to about 10 
osy. . 

In accordance with the present invention, the liquid- 
barrier layer and the nonwoven fiber web layer can be 
laminated with an adhesive. A variety of adhesives that 

25 are compatible with the component polymers of the two 
layers can be employed, which include conventional hot- 
melt adhesives, e.g., polyethylene-, poiyamide-, polyester- 
and ethylene-vinyl acetate copolymer-based hot melt 
adhesives; latex adhesives; acrylate adhesives; silicone 

30 adhesives and the like. The suitable adhesives may be in 
a powder, liquid or film form. Of these suitable 
adhesives, particularly suitable adhesives are hot-melt 
adhesives since hot-melt adhesives can be melted to better 
accommodate the deforming movements of the liquid-barrier 

3 5 and nonwoven web layers during the thermof orming process. 
The , two layers can be laminated with any film or nonwoven 
web laminating process known in the art. For example, a 
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. melted hot-melt adhesive may be qnraijed on a film, and then ^ 
the film is adjoined with a nonwoven fiber web before the ,i 
hot-melt adhesive solidifies using a low-pressure nip 
rolls. 

5 Alternatively, if at least one of the component 

polymers of the liquid-barrier layer or the nonwoven fiber 
web layer is selected from polyners that can be rendered 
adhesive when heated., and then readily binds to the other 
layer, the two layers can be laminated during the 
10 thermof orming operation without using, em external adhesive. 
The two layers are heated to activate the adhesive polymer 
component and to meOce the two layers pliable, and then the 
heated layers are placed and thermof ormed in a mold to 
simultaneously shape and laiminate the two layers. It is to 
15 be noted that during the laminatii^ process, the two layers 
should not be under significant compacting pressure to 
avoid apprecied^le compaction of the nonwoven fiber web. 

As yet another alternative embodiment of the present 
invention, the leuainate of the present invention can be 
20 formed by directly extruding a layer of a thermoplastic 
polymer onto the lofty nonwoven layer, thereby eliminating 
thB sepairate barrier layer forming step and the laminating 
step. Thermoplastic polymers suitedDle this process are 
selected from the above-described thermoplastic polymers 
25 for the liquid-b2a:xier layer. 

The present thermof ormedDle liquid-barrier laminate 
exhibits high resiliency and flexibility that allow the 
thermof ormed enrticles produced therefrom in* accordance with 
the present - invention to conform to distorting movenents 
30 and pressures applied on the articles and allow the 
articles to resiliently return to the thermoformed shape 
when the movements and pressures are removed. Pairticxilarly 
useful thermof oirmable liquid-harrier laminate^ of the 
present invention have a Gxirley bending stiffness between 
35 about 15 and about 20 , 000, more particularly between about 
50 and 10,000, most particularly between about 150 and 
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,5,000, as measured in accordance with the TAPPI T543PM-84 
testing procedure. 

In accordance with the present invention, the present 
laminate is thermoformed in a thermof orming process that 
5' does not apply significant compacting pressures during the 
thermof orming process and does not allow large areas of the 
component layers of the laminate to touch a heated or high 
temperature sxirf ace such that significant compaction and 
thermal fusion and distortion of the laminate layers are 
10 avoided. Alternatively stated, the thermof orming process 
does hot significantly alter the lofty, soft and clotti- 
iike properties of the nonwoven web layer and the barrier 
properties and dimensional stability of the liquid-barrier 
layer- Particularly desirable thermof orming processes for 
15 the present invention produce thermoformed articles having 
a dehsity-over-2irea ratio between about 1 and about 2.5, 
more desirably between about i.05 and aO^out l-.S, most 
desirably between about 1 . 1 and - about 1.5- The term 
"density-over-area ratio" as used herein is. defined as 
20 (D,/D^)/(A^/A^) , wherein is the average density of the 
>thermoformed article, D^, is the average density of the 
svibstrate web,. A^ is the total sxirface area of the 
thermoformed article and A^ is the total surface area of the 
sxibstrate web that is placed over the opening of the mold, 
25 i.e., the surface area affected by the thermof orming 
process. Suitable thermof orming processes for the present 
invention, which do not adversely affect the lofty, cloth- 
like texture and barrier properties • of the barrier 
laminate, have the steps of heating the l^inate to a 
30 temperature that is sufficiently high enough to at least 
soften the adhesive component of the laminate but below the 
melting temperature of the structural component, shaping 
the heated laminate against an unheated mold, and cooling 
the shaped laminate. 
35 Heating processes suitable for the present laminate 

need to heat the laminate, without applying compacting 
pressure, to a temperature that is high enough to at least 
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' soften the adhesive , component of the^ nonwoven layer but 
below the melting point of the structural component. These 
processes may utilize a heating medium such as steam, 
. heated air or gas, radiation, e.g., infrared light, and the 
like. A particularly desirable process, which is known as 
the. heated-air heating process, applies a flow of 
> pressurized heated gas or air onto the nonwoven side of the 
laminate to evenly and rapidly distribute the heat 
throughout the nonwoven layer . . 

Although, as stated above, adhesively bonded, 
monocomponent . and conjugate fiber webs and autogenously 
bonded conjugate, fiber webs can, be utilized to produce the 
. thermoforined articles of the present invention, hereinafter 
the invention is described with a laminate containing, a 
conjugate fiber nonwoven layer and a thin polymeric film 
layer for illustration purposes. It is to be noted that 
the processes and description for melting and bonding the 
adhesive component polymer of conjugate fibers are 
analogously applicable to the processes and description for 
0 the external hot-melt adhesive that may be employed to bond 
the structural fiber component of the nonwoven web. 
' A suitable thermoforming process for the present 
invention is the mold-assist mold thermoforming process. 
A thermoformable laminate is heated to render the laminate, 
»5 more specifically the nonwoven layer , pliable using any 
Known heating process that evenly heats the laminate. The 
heated, pliable laminate is placed over a male or female 
mold and assisted by a reciprocating assist mold that 
assists shaping the pliable laminate. Then the shaped 
30 laminate is cooled to allow the adhesive component of the 
laminate to set, permanently fixing the molded shape. The 
assist mold is designed to have a minimal surface contact 
with the laminate and is placed on the opposite side of the 
laminate away from the mold. . The assist mold guides the 
35 pliable laminate to conform to the peripheral contour of 
the mold. The molds of the present invention are not 
heated and, desirably, are cooler than the temperature of 
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. . ; tli^ he§Lted leuninate to act as a heat sink, shortening, the 
duration of the cooling cycle of the thennofonned article. 
In addition, particularly desirable thermof orming processes 
for the present invention essentially allow only the 
5 liquid-barrier layer to contact the mold surface, avoiding 
compaction of the nonwoven fiber web layer. 

The molding process can be further assisted by 
pneumatic forces, such as vacuum or forced-air, that is 
applied on the pliable leuninate to assist the shaping 
10 process. It is to be noted that the pressure of the 
pneumatic assist should not be too high as to appreciably 
compress the component fibers of the laminate; In 
addition/ the mold and the assist mold should not form a 
tight fit when the molds are mated, avoiding compaction of 
15 the laiminate during the thermof orming process. It is 
highly desirable that when the mold and assist mold are 
mated or closed^ the molds form a clearance of about the 
thickness of the leuainate. 

Figure 3 illustrates a suitable male mold 30 and cin 
20 assist mold 32. The assist mold 32 is a hollow structure 
which has an opening 34 that corresponds tp the shape of 
the base section of the male mold 30. The opening 34 is 
slightly laxger than the base section of the mold 3.0 such 
that the thermof ormed web is not appreciably or 
25 significeuitly compacted when the molds are mated. It is to 
be noted that the assist mold is designed to contact the 
pliable web only at a limited area, e^g., at the edge 36 of 
the assist mold. Optionally, if the shape of the mold 
contains complicated or inwardly-shaped contours , the 
30 opening of the assist mold may be equipped with a lining of 
an extension of a flexible material, such as a high 
temperatxire rubber or thermoplastic elastomer, ^o 
facilitate the assist mold in flexibly applying relatively 
even pressures on the pliable web throughout the contacting 
35 area. Optionally, the male mold 30 and the assist mold 32 
can be guided by stabilizer-guiding rods 38 that ensure 
proper engagement of the two molds, and the mold .30 may 
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^ further contain slits or perforation on its surface to 
supply a flow of air or vacuum to assist the thermof orming 
process. 

The unheated mold tends to act as a heat sink, cooling 
5 the preheated web as the web comes in contact with the inold 
and pliably conform to the outside contour of the mold. 
. unlike thermof orming processes using a heated mold, the 
present thermof orming process does not melt- fuse the web 
fibers that contact the mold surface, avoiding melt-fusxon 
10 of the web fibers at the surface and retaining the fepft, 
cloth-like textures. Additionally, the unheated mold 
alleviates the uncontrollable: shrinkage problem that 
generally accompanies attempts that thermof orm thin films 
on a heated mold. Moreover, articles molded with the 
15 present unheated mold thermof orming process need not be 
held in the mold for an extended duration since the mold, 
acting as a heat sink, rapidly cools the preheated, 
thermoformed web to retain its molded shape. The shaped 
laminate may be additionally cooled with a flow of axr 
■20 while the laminate is in or on the mold to accelerate the 
cooling process. The shaped article c^ be completely 
cooled in the mold or removed from the mold after the 
article becomes semi-rigid and is able to retain its shape. 
Molds suitable for the present invention can be 
25 fabricated from metals, wood, plaster, plastics and the 
like in accordance with mold forming procedures well knowi 
in the art. Desirably, 'the molds are fabricated from £ 
m4tal having a high thermal conductivity. Further, sine 
the present molding process does not apply high molding an. 
30 compacting pressures, suitable molds can be fabricated fro: 
rigid metal or plastic wire mesh structures. Optxonally 
the molds can be equipped with a cooling, compressed-aa 
and/ or vacuum applying means to facilitate the i-ioldxn 
process. In addition, the surface of the mold may contai 
35 a pattern of raised regions such that the thermof orme 
articles produced from the. mold contain a patter 
corresponding to the mold surface pattern. 
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Al:t:hough the present invention is illustrateid with a 
sanitary napkin shell which is thermof ormed from a two- 
layer laminate and has its nonwoven layer exposed to the 
outside, the laminate and thus the thermof ormed articles of 
5 the present invention may have more than two layers and/ or 
may have its nonwoven layer placed inside the thermof ormed 
article. For example, a three-layer laminate having a 
nonwoven layer, a liquid-barrier layer and a nonwoven layer 
can be produced and thermoformed in accordance with the 
10 disclosure of the present invention. Having a nonwoven 
layer inside the thermoformed article is highly useful, 
elg., in personal care articles. For example, the lofty 
and thus porous structvire of the nonwoven layer is highly 
useful for handling liquids applied thereon. The lofty, 
15 porous structiire provides interstices that axe highly 
suitable for holding, intaking and/or distributing liquid- 
In addition, the nonwoven layer can be treated to carry 
functional or filler materials. The lofty nonwoven layer 
of the present invention, which contains evenly distributed 
20 inter fiber bonds, has an interf iber struct\ire that is 
highly ameneO^le for entrapping paorticulates , of functional, 
or filler materials, such as, wood pulp , superabsorbent 
particles, odor-eODSorbent particles, carbon particles, 
^ antimicrobial paarticles smd the like. 
25 The barrier nonwoven laminate of the present invention 

is particularly useful for thermof orming the skin- 
contacting outer layer of personal-caire articles, such as 
diaper parts, sanitary napkin shells, incontinent adult 
care product parts and the like. such . thermof ormed 
30 articles not only provide excellent resilient 
compressibility and barrier properties but also exhibit 
cloth-like textxires, making the articles highly functional 
as well as highly comfortable for the users. Particularly, 
for personal-care articles, the resiliency and texture of 
35 the thermoformed articles allow the articles to conform to 
bodily movements of the users while providing comfortable 
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cloth- like textures and' resiliency to retain the - 
therinof ormed shape . 

The present invention is not limited to the 
therinof ormed articles for personal-care products although 
5 the invention is illustrated above in reference to 
personal-care products. The present thermof ormable 

laminate can be utilised in various applications that 
benefits from the cloth-lik^ appearance and easy 
thermof ormability as well as iiqUid barrier properties • 
10 Illustrative of such applications include cloth linings, 
scrubbing pads, automotive interior parts and the like. 

The following example's are provided for illustration 
purposes and the invention is not limited thereto. 

15 Examples: 
Example 1 

A three-dimensional shell of an hourglass shaped 
sanitary napkin was prepeured from a laminate of a spunbond 
nonwoven web and a film. A 3 osy spunbond bicomponent 
20 fiber web was produced in accordance with aforementioned 
U.S* Patent Application 08/933,444. A linear low density 
polyethylene (LLDPE) , Aspmi 6811A, which is available from 
Dow Chemical , was blended with 2 wt% of a TiOj concentrate 
containing 50 wt% of TiOg and 50 wt% of a polypropylene, and 
25 the mixt\ire was fed into a first sing lie screw extruder. A 
polypropylene, PD3445, which is available from Exxon, was 
blended with 2 wt% of the above-^describ€;d TiOj concentrate, 
and the mixture was fed into a second single screw 
extruder. The extruded polymers were spun into round 
30 bicomponent fibers having a side-by-side configuration and 
a 1:1 weight ratio of the two component polymers using a 
bicomponent spinning die, which had a 0.6 mm spinhole 
diameter and a 6:1 L/D ratio. The melt temperatures of the 
polymers fed into the spinning die were kept at 415 »F, and 
35 the spinhole throughput rate was 0.75 gram/hole/minute • 
The bicomponent fibers exiting the spinning die were 
quenched by a flow of air having a flow rate of 45 
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SGFM/irtch spinneret- width and a temperatvire of 65*F- The 
quenching air was applied about 5 inches below . the 
spinneret, and the quenched fibers were drawn in an 
aspirating, unit of the type which is described in U . S . 
5 'Patent 3,802,817 to Matsuki et al» The aspirator was 
equipped with a temperature controlled aspirating air 
source, and the feed air temperature was kept at about 
350 "F. The quenched fibers were drawn with the heated feed 
air to attain a 4 denier thickness. Then^ the drawn fibers 
10 were deposited onto a foraminous forming sxurface with the 
assist of a vacuum flow to form an unbonded, fiber web. The 
vmbonded fiber webs were bonded by passing the web through 
a through-air bonder which is equipped with a heated air 
source. The heated air velocity and the temperatxire of . the 
15 heated air was 200 feet/minute and 262 "F,. respectively. 
The residence time of the web in the hood was about 1 
second. The resulting bonded web had a thickness of 0.13 
•inches and a density, of 0.0309 g/ca?y 

A 2 mil polypropylene film, XBPP-15i2, was obtained 
20 from CT Industries. The film was sprayed with a hot-melt 
adhesive. National Starch 34-5541, and laminated without 
applying significant compacting pressure on the nonwoven 
web. The thickness of the laminate was about 0.15 inches. 
The laminate was tested for the Gurley bending stiffness in 
25 accordance with TAPPI T543PM-84. The result is shown in 
Table 1. 

The laminate was thermof ormed into a shell by placing 
it in an oven which applied flows of heated air at 325«F 
for 6.5 seconds, and then feeding the heated laminate in an 

30 hourglass shaped mold, which is illustrated in Figure 3 and 
had a length of about 9.25 inches and an average depth of 
about 0.88 inches. The film side of the laminate was 
placed next to the male mold and the nonwoven fiber web 
side was placed to contact the assist female mold. The 

35 assist mold was lined with a flexible polyurethane 
extension of about 3/4 of an inch at the two edges of the 
narrow middle section to accommodate the narrowing contour 
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of the male mold at that section.' The sale and assist 
'molds were closed and remained in position for 10 seconds, 
while the molds were cooled with a fan, before the 
thermoformed article is removed from the mold. The closed 
5 molds formed a gap approximately equal to the thickness of 
the laminate, except for the middle section where the 
flexible extensions snugly compressed the laminate to the 
male mold. 

The resulting thermoformed shell had an average 
10 thickness of about 0.08 inches and largely retained the 
soft, cloth- like textxire of the substrate laminate. Even 
the wall of the middle section of the shell, which was 
expected to be highly stretched during the thermoforming 
process, essentially retained the soft, cloth-like texture. 
15. The thermoformed article had a high resiliency that allowed 
the article to retxim to its thermoformed shape when it is 
subjected to different directional deforming pressures, and 
the density-over-area ratio of the thermoformed article was 
about 1.12. 

20 

Comparative Exemi^le 1 

The barrier laminate of Example 1 was prepared and 
heated in accordance with the procedure outlined in Example 
1 and then was thermofbrmed in a female mold that had the 
.25 inverse shape of the. male mold of Example 1. The female 
mold, which was fabricated from aluminum, contained a 
multitude of bored vacuum holes, and the vacuum holes were 
connected to a vacuum apparatus such that the apparatus can 
apply a drawing flow of air toward the female mold. Die 
30 heated laminate was placed on the mold with its nonwoven 
layer contacting the mold surface. Then immediately the 
vacuum apparatus was turned on to forcefully draw the 
laminate toward the mold surface, shaping and compacting 
the laminate. The resulted thermoformed shell was highly 
35 compacted and had an average thickness of about 0.015 
inches, and the nonwoven layer exhibited a filn-like 
texture. The thermof ofmed, shell had a density-over-area 
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ratio of about 3. The shell was stiff, and the edges pf 
the shell was uncomfortably sharp, making this compressed 
shell unfit for skin-contacting uses. 

Unlike the shell of Comparative Exajnple 1, the 
5 thermoformed article that is produced in accordance with 
the present invention, i-e,, the shell of Exeunple 1, is a 
resiliently compressible article that exhibits pleasing and 
comfortable textural properties. 

10 Control 1 . 

A 4 mil polypropylene film, which is available from CT 
Industries, was tested for the Gurley bending stiffness. 
The result is shown in Table 1. 

15 Controls 2-3 

1/16 and 1/32 of an inch thick flexible polyethylene, 
foam sheets, Volara^** E-O grade, which are available from 
Voltek, Corp., Massachusetts. These foam sheets axe the 
type of polyethylene sheets that are commercially used to 

20 produce the shell of incontinence-pads.' The foam sheets 
were tested for the Gurley bending stiffness- The results 
are shown in Table X. 

Table 1 

25 . 

Example Stiffness 

Exaonple 1 
Control 1 
30 Control 2 

Control 3 

The results demonstrate that the cloth-like Isoninate 
35 of the present invention exhibits a desirable bending 
property that is similar to flexible polyethylene foam, 
sheets, while providing a comfortable, cloth- like texture. 


166 
13 
270 
142 
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What is claimed is: 

1 A three-dimensional thermpformed article thermoformed 
from a barrier laminate comprising a barrier layer and. a 
lofty crimped-fiber nonwoven web layer, said three- 
dimensional thermoformed article having a foam-like 
5 resiliency, cloth-like texture and liquid barrier property, 

wherein: . 

said barrier layer is selected from films, mxcrpf xber 

nonwoven webs and laminates thereof , and 

said crimped-fiber web layer has substantially 
10 uniformly distributed inter fiber- bonds and comprises a 
structural fiber component and an heat-activatable adhesive 
component. 

Wherein said thermoformed article has a density-over- 
area ratio between about 1 and about 2.5. 

2 The thermoformed article of claim 1 . wherein said 
structural component comprises a fiber-forming 
thermoplastic polymer. 

3 The thermoformed article of claim 1 wherein saic 
adhesive component comprises a thermoplastic polymer havinc 
a melting point which is lower than the melting point o^ 
said structural component. 

4. The thermoformed article of claim 1 wherein sai< 
structural component comprises a f iber-f ormm 
thermoplastic polymer selected from polyolefins 
polyamides, polyesters, polycarbonates, polystyrenes 
5 thermoplastic elastomers, f luoropolymers, vinyl polymers 
and blends and copolymers thereof. 

5 The thermoformed article of claim 1 wherein sai 
structural component comprises polypropylene and sa. 
adhesive component comprises polyethylene. 
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6. The thermoformcd article of ciaim; 1 wherein said 
• adhesive and structural components of said nonwoven web 
A layer are present in the form of a conjugate fiber. 

1: The thermoformed article of claim 6 wherein said 
conjugate fiber comprises a side-by-side bicomponent fiber 
comprising polypropylene and high density polyethylene. 

8. The thermoformed article of claim 6 wherein said 
• conjugate fiber comprises a side-by-side bicomponent fiber 

comprising polypropylene and linear low density 
polyethylene. 

9. The thermoformed article of claim 1 wherein said barrier 
layer , comprises a thermoplastic polymer selected from 
polyethylene, polypropylene and blends thereof. 

10 . The thermoformed article of claim 1 is a shell for an 
absorbent article. 

11. The thermoformed article of, claim 1 • wherein said 
article has an inside sxarface and outside surface, and said 
nonwoven web layer forms said outside surface. 

12. The thermoformed article of claim 1 wherein said 
article has an inside sxirface and outside surface., and said 
nonwoven web layer forms said inside surface. 

13. The thermoformed article of claim 12 wherein said 
nonwoven web layer contains functional particulates. 
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A personal care article comprisii^ a ther»ofar»ed - 
liquid-barrier shell, a liquid-absorbent core and a Ixqu^d- 
permeable liner, wherein said shell is thermofor»ed from a 
barrier laminate comprising a barrier layer and a lofty 
5 criiaped-fiber nonwpven web layer; said shell has a foaiu- 
liKe resiliency, cloth-like texture and liquid barrxer 
property; said barrier layer is selected from fxlms 
^nicrofiber nonwoven webs and laminates thereof; and saxd 
crimped-fiber- web layer has substantially unxformly 
10 distributed interfiber bonds and co.4«rises a structural 
fiber component and an heat-activatable adhesive component. 

15. The personal article of claioi 14 wherein said 
structural component consirises a fiber-formxng 
thermoplastic polymer and said adhesive component comprxses 
a. thermoplastic polymer having a melting point whxch xs 
5 lower than the melting point of said structural component. 

16. The personal article of ciai^ 14 ^dierein said 
structural component comprises polypropylene and saxd 
adhesive component comprises polyethylene. 

17 The personal article of claim 14 herein said adhesive 
and structural components of said nonwoven web layer are 
present in the form of a conjugate fiber. 

18. The personal article of clai^ 17 wherein said conjugate 
fiber comprises a side-by-side bicomponent fiber co^xsxng 
polypropylene and. linear low density polyethylene. 

"^9 . The personal article of claim 14 wherein said barrier 
layer comprises a thermoplastic polymer selected fro= 
polyethylene, polypropylene and blends thereof. 
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20. A' lihennof orm^ble leaainate comprising a nohwoven web 
layer and a liquid-barrier layer, said nonwoven web layer 
comprising a structural component forming crimped fibers 
and a heat-activatable adhesive component, and said 

5 nonwoven web contains inter fiber bonds at the cross-over 
contact points of said fibers throughout said web layer, 
wherein said leoninate has a Gxirley bending, stiffness 
between about 15 and about 20,000 and provides a foam-like 
resiliency and cloth-like texture. 

21. The thermof ormable leiminate of claim 20 wherein said 
structural component comprises a fiber-forming 
thermoplastic polymer and said adhesive component comprises 
a themaopiastic polymer having a melting point which is 

5 lower than the melting point of said structural component. 

22. The thermof ormable leiminate of • claim 20 wherein said 
adhesiye and structural components of said nonwoven web 
layer are present in the form of a conjugate fiber. 

10 

23. The thermof ormable iciminate of claim 22 wherein said 
conjugate fiber comprises a bicomponent fiber comprising 
polypropylene and linear low density polyethylene. 

15 24. The personal article of claim 20 wherein said barrier 
layer comprises a thermoplastic polymer selected from 
polyethylene,; polypropylene and blends thereof. 
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25. A process for producing a resiliently compressible,; 
cloth-like barrier article thermoformed from a laminate of 
a lofty nohwoven crimped-fiber web layer and a liquid- 
barrier layer, said nonwoveri fiber web layer comprising a 
5 structural fiber component and an heat-activeitable adhesive 
component, said nonwoven fiber web layer having a density 
between about 0.01 g/cm' to about 0.15 g/orr?, and said 
barrier layer being selected from films, microfiber 
nonwoven webs and laminates thereof, which process 
10 comprises the steps off 

a) heating said barrier laminate to melt said adhesive 
component of said nonwoven fiber web and to make said 
nonwoven fiber web pliable without melting said 
structural fiber component, 
15 b) shaping the pliable web on a mold by lightly 

applying a guiding pressure, and 

c) cooling the shaped laminate to solidify the melted 
adhesive component and to form interfiber bonds, 
whereby the the;pmoformed article has a density-over- 
20 area ratio between about 1 arid about 2.5. 
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